Amendment to the claims 

This listing of claims replaced all prior versions, and listings, of claims in the 
application. 


Listing of Claims 

1. (Currently amended) A method of producing a hydraulic binder foam, said 
method comprising: forming a slurry comprising a hydraulic bindor gypsum , a 
foam polyvinyl alcohol as a stabilizing agent and water; conveying said slurry 
to a length of hose; introducing an amount of gas into said slurry in said 
length of hose at a flow rate and pressure sufficient to cause said slurry to 
foam and to convey said foam through said length of hose. 

2. (Cancelled) 

3. (Cancelled) 

4. (Cancelled) 

5. (Original) The method of claim 1, wherein said slurry further comprises a set 
retarder. 

6. (Original) The method of claim 1, further comprising introducing a set 
accelerator into said foam. 

7. (Original) the method of claim 1, further comprising introducing aluminum 
sulfate into said foam. 

8. (Original) The method of claim 7, further comprising spray applying said foam 
to a substrate and allowing it to harden on said substrate. 


9. (Cancelled) 

10. (Original) A method of forming a stabilized foam effective for spray 
application, comprising: mixing a formulation comprising calcium sulfate 
hemihydrate, polyvinyl alcohol, a set retarder; and a sufficient amount of 
water to react with said calcium sulfate hemihydrate to form calcium sulfate 
dihydrate and cause said mix to form a pumpable slurry; conveying said slurry 
to a length of hose; introducing air into said slurry in said length of hose to 
create turbulence and mechanically form a foam; conveying said foam 
through said hose; and introducing aluminum sulfate into said foam to 
accelerate the formation of calcium sulfate dihydrate. 

11. (Original) The method of claim 10, further comprising spray applying said 
foam onto a substrate. 

12. (Cancelled) 
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